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Procedure 

Exactly the same methods, equipment, geometry, etc. used for the original samples 
were used for this study - It is worth mentioning that it can be seen on plain view a 
brown coloring of the sample compared to the three previous test samples, and our lab 
assumes that it is due to rusting thereof. 

Findings 

Flow Curve 



The yield stress of the original sample (blue line), is higher than the final sample sent 
by the client. With this test we want to show that possibly it has a higher stability, 
because at this low speeds (shearing) a higher viscosity of the product is needed in 
order not to have the separation or sedimentation effects, etc. 

It is worth mentioning that under the application area (shear rates of approx 1 0^ s'^), 
the viscosity of both samples is equal, which is evidence of a similar spreading trait. 
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Frequency studies 

The two samples show a lineal viscoelastic region (LVER) high enough to show a good 
trait of the gel. 




Frequency 

There can be seen similar behaviors in its angle features of the phase angle in the 
frequency oscillatory sweep, but the original sample has a lower angle towards the 
frequencies that simulate the application (meaning: The angle of the phase is moved 
between 0' to 90°, being 0° something completely elastic, or solid, and 90° something 
completely viscous. For an application a higher viscosity is better at the point of 
"structure breakage") 



Elastic inoduius'Viscous modulus andpluse angle Vt 
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Procedlmfento 

Para el estudio se utiliz6 exactamente la misma metodologfa, equipo, 
Cabe anotar que se presenta a simple vista una coloracidn caf6 de la 
anterior, suponiendo en nuestro laboratorio que es oxidacidn de la misma. 

Resultados 



:. que la muestra original- 
con relaci6n a las tres muestras del estudio 



viscosity vs Shear rate 
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La fiicrza de cedencia (yield stress) que tiene la muestra original (en azul), es mayor a la muestra final enviada por el cliente. 
Con esta prueba lo que queremos es evidendar que posiblemente tiene una mayor estabilidad, debi6 a que a estas velocidades 
(cizallamiento) tan bajas se requiere una mayor viscosidad de producto para que no haya efectos de separaci6n o 
sedimentaciones, etc. 



Cabe anotar que bajo la zona de aplicacidn (shear rates de aproximadamente lO' s"'), las viscosidades de las dos muestras son 
iguales, lo cual evidencia una propiedad de espaicibilidad similar. 
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Estudios de frecuencia 

Las dos muestras evidencian una regi6n viscoelastica lineal (LVER) suficiente para evidenciar una buena caracteristica de gel. 
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Frecuencia 

En el oscilatorio por barrido de fecuencia se evidencian comportamientos similares en su caracteristica de angulo de fase, pero 
la muestra original tiene un angulo menor hacia frecuencias que simulan aplicaci6n (explicaci6n: EI angulo de fase se mueve 
entre 0° a 90°, siendo 0° algo totalmente eMstico, o solido, y 90° algo completamente viscose. Para aplicacidn cs raejor una 
mayor viscosidad en el momento de "rompimiento de estructura") 



Elaatic modulus vis<^as mi 



and piMseaiigl* Vs Frequei^<9 





